Permanent Painting

ically pure lemon chrome yellow is mixed with twenty
parts of white lead. The latter is stronger and has
more hiding power than the former, but is easily af-
fected by sulphureted hydrogen, and is not as perma-
nent as the zinc yellow. It dries very well and should
be used alone.
JACQUEMINOT MADDER
This is merely a bluish shade of madder, very strong,
brilliant and permanent, and ranks with all the other
madder lakes. It dries very slowly and for flower
painting is absolutely permanent when used as a glaze
over a dry ground. It is frequently mixed with ivory
black to produce a brown lake.
KING'S YELLOW
This is prepared in several ways. Some manufac-
turers make it similar to the formulas of brilliant yel-
low just described. Others mix chrome yellow and flake
white. Formerly, it was made by grinding the mineral
orpiment, which is a sulphide of arsenic, and has been
used as a pigment for several thousand years. When
used absolutely alone, it has some qualities which may
recommend it, but it is almost impossible to use a pig-
ment of this kind alone, for the mere addition of a
small amount of drier is sufficient to destroy the
brilliancy of orpiment, hence manufacturers have been
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